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and the evaporator, and establishes only a connexion
between this and the part of the box to be found
under the sieve-bottom. The vacuum prevailing in
the evaporator is thus transmitted thither. If one
now allows air to pass into the upper part of the
box, then the atmospheric pressure forces the liquid
contained in the salt along, and finally into the
evaporation apparatus, whereupon one covers yet with
steam, in order to obtain all the glycerine out of the
salt.
The salt mass one brings finally into a centrifuge,
where it is extracted with water until it only contains
0-25 per cent glycerine. With the help of this
apparatus, one is able to produce from lyes crude
glycerine of 80-84 per cent glycerol and 9-10 per
cent ash.